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(54) Laser addressable direct-write media 

(57) A laser-imageable direct write medium com- 
prising an infrared dye in photoreactive association with 
a leuco dye, in which irradiation of the medium at a 
wavelength absorbed by said infrared dye converts said 
leuco dye to the corresponding dye, characterised in 
that the said infrared dye comprises a chromophore 
which is formally the product of a one-electron or two- 
electron oxidation of a p-phenylenediamine or a 4,4'- 
biphenylenediamine. 
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Description 

The invention relates to imaging media addressable by laser irradiation. In particular, the media comprise an IR- 
absorbing dye and a ieuco dye, laser exposure at a wavelength absorbed by the IR dye resulting in conversion of the 

5 Ieuco dye to the corresponding dye. 

There is a substantial interest in laser addressable imaging materials, particularly to produce digitally staed image 
information in a convenient manner. Materials which do not require further processing following image-forming expo- 
sure and which do not generate waste in the imaging process which would require disposal are particularly useful. How* 
ever, the majority of known laser addressable systems involve physical transfer of a colourant from a donor sheet to a 

10 receptor sheet, with the donor sheet then being discarded. 

There are few examples of "direct-write" media, namely single-sheet materials in which an image forms directly as 
a result of laser exposure, particularly negative-acting materials in which irradiated areas develop image density. Known 
examples include the thermographic reduction of silver behenate disclosed in EP-A-0582144, EP-A-0599369 and 
WO95/07822, thermally-stimulated colour-forming reactions between microencapsulated agents described in Japa- 

75 nese publications JP-A-05 124337, J P-A-05 124338, J P-A-05 124339 and J P-A-05 124340, and the thermal decompo- 
sition of certain protected Ieuco dyes disclosed in US-A-4602263. 4720449. 4720450. 4745046, 4818742, 4826976. 
4839335, 4904572 and 4960901. In each case, an IR absorbing substance converts incident laser radiation to heat 
which triggers the image-forming process There are few restrictions on the identity of the I R absorber so long as it acts 
as an effective photothermal converter since the image-forming reaction is purely thern^l. 

20 Our British Patent Application No. 9508027.1 describes photochemical interactions between IR dyes and Ieuco 
dyes, where the Ieuco dye acts as a reducing agent leading to bleaching of the IR dye. However, in that application it is 
desirable that the Ieuco dyes do not themselves generate colour images on exposure. 

The present invention provides an alternative direct-write negative acting media based on the photochemical inter- 
action of an IR dye with a Ieuco dye. 

25 In accordance with the present invention there is provided a laser-imageable direct-write medium comprising an 
infrared dye in photoreactive association with a Ieuco dye, in which in'adiation at a wavelength absorbed by said infrared 
dye converts said Ieuco dye to the corresponding dye. characterised in that the said infrared dye comprises a chromo- 
phore which is formally the product of a one-electron or two-electron oxidation of a p-phenylenediamine or 4,4'-biphe- 
nylenediamine. 

30 The media of the present invention have a simple construction and do not require additional oxidising agents or the 
presence of silver salts (light sensitive or othenwise), although they may optionally be used in combination with thermo- 
graphic media involving reducible silver salts, as will be described in detail hereinafter. A dye image is produced in direct 
response to laser irradiation. The image media is capable of high sensitivity and good stability before and after imaging. 
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Preferred infrared dyes suitable for use in the invention have a nucleus represented by formula 1(a) or 1(b):- 



Ka) 



Kb) 




^R4 



in which n is 1 or 2; 

X is an anion derived from a strong acid: 

R^-R^ are independently selected from H, alkyl groups (of up to 15 cartx)ns, preferably up to 6 carbons) heterocy- 
clic groups (of up to 10, preferably 6, atoms selected from C.N.O.S). or R^ together with R^ and/or R^ together with 
R'^ may complete a cyclic structure of up to 10 (preferably up to 6) skeletal atoms selected from C.N.O.S, or any of 
R^-R^ or R^ and R^ or R"^ and R^ may complete a ring fused to the phenyl ring to which the relevant N atom is 
bonded (e.g. R^ and R^ may complete a juloiidine ring system); and 

r5 and independently represent 4-(R^R®N)-C6H4- (where R^ and R® have the same ddinrtion as R^-R*), alkyl 
groups (of up to 15 carbons, preferably of up to 5 carbons), aryl groups (of up to 10, preferably 6 cartx)ns), hetero- 
cyclic groups (of up to 10, preferably 5 or 6, atoms selected from C,N,0,S), or R^ together with R^ may conplete a 
cyclic structure of up to 10 (preferably up to 6) skeletal atoms selected from C,N,0,S or R^ and/or R^ may complete 
a ring fused to the phenyl ring to which R^R^N is bonded (e.g.. R^ and R^ may complete a juloiidine ring system). 

In the above formula, the rings and substitutents R^-R^ may optionally bear one or more additional substitutents. 
such as alkyl groups, aryl groups (including fused aryl rings), hydroxy, alkoxy, thioether, mercapta nitrile. nitre, halide. 
ketone, ester, amide and carboxylic ackJ groups. Preferably n=1 and X is an anion such as CIO4. CF3SO3, BF4, PFg. 
AsFg. 

Dyes of formula 1(a) may be regarded as the products of a one-electron oxidation of the p-phenylenediamines (n=:1) 
or 4.4'-biphenylenediamines (n=2) of formula 1(c) (in which n and R^ - R^ have the same meanings as before), while 
dyes of fonmula 1(b) may be regarded as the products of a two-electron oxidation of the compounds of fonnula 1(c). 
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In compounds of formula 1(c). each amino group has associated with it a lone pair of electrons which are in conju- 
gated with the delocalised pi-system of the adjacent aromatic ring. Removal of one electron from the system (i.e., one- 

20 electron oxidation) gives compounds which may be represented as the amine cation radicals 1(a), and removal of a sec- 
ond electron (two-electron oxidation) gives compounds which may be represented as thequinoneimmonium di-cations 
1(b). It will be appreciated that each of formulae t(a) and 1(b) represents only one of many possible resonance struc- 
tures, and these formulae nujst be interpreted as being Inclusive of said resonance structures. For example, com- 
pounds of formula 1(b) could equally well be depicted as bis(amine cation radicals), and compounds of formula 1(a) as 

25 quinoneimmonium monocations. A further complicating factor is the fact that dyes of formula 1(a) may disproportionate 
to a 1 :1 mixture of 1(b) and 1(c). Thus, for the sake of simplicity, dyes used in the invention will be depicted as quinone- 
immonium di-cations as in formula 1(b), but this should not be interpreted as excluding monocationic species 1(a), nor 
the presence of significant amounts of the fully-reduced form 1(c). 

Infrared dyes of formula 1(a) and/or 1(b) are disclosed in numerous publications, notably US-4656121, 

30 WO90/1 2342. JP6331 9191 and EP-0599369, and are variously known as diarvvne dication dyes, amine cation radical 
dyes, bis(amine cation radical) dyes, immonium dyes, di-immonium dyes etc. Hereinafter, the term "amine cation radi- 
cal dye" will be used to denote the infrared dyes suitable for use in the invention. 

Exanrples of amine cation radical dyes of Formula I suitable for use in the invention include:- 
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20 Conpound (1) is available commercially under the trade name Cyasorb IR 165 from Glendale Protective Technol- 
ogies Inc. 

Leuco dyes suitable for use in the invention are the essentially colourless reduced forms of visible-absorbing dyes, 
so that conversion of the leuco to the corresponding dye provides a visible colouration. The leuco dye must be stable 
to storage at ambient or moderately elevated temperatures in the presence of the I R dye in its ground state. For this 

25 reason "protected" leuco dyes, for example, acyl or sulphonyl derivatives are preferred. 

In the presence of the photoexcited IR dye, the leuco dye converts to the corresponding visible dye. It is believed 
this process involves transfer of an electron from a molecule of the leuco dye to a photoexcited molecule of the IR dye, 
followed by loss of hydrogen (or the protecting group, if present) to form a molecule of visible dye. The net result is 
bleaching of the IR dye with concomitant build-up of colour from the visible dye. 

30 This reaction has been shown to work for I R dyes of the amine cation radical type described above, but not for oth- 
ers. Thus, IR dyes of other types, such as cyanines and squaryliums. undergo bleaching when irradiated in the pres- 
ence of leuco dyes but do not convert the leuco dyes to the coresponding visible dyes to an appreciable extent. This 
suggests that initial electron transfer takes place as described above, but thereafter the conditions do not favour the loss 
of hydrogen or the protecting group. Why the situation should be different in the case of the amine cation radical dyes 

35 is not dear, although the presence of a double positive charge in the chromophore may be significant. It is also note- 
worthy that dyes such as (1) and (2) can undergo one-electron reduction to form species that are themselves IR- 
absorbing. Hence two-photon processes may be involved. In any event, the feet that the choice of IR dye Is critical pro- 
vides evidence of the photochemical nature of the process. If it were purely thermal (as Is the case in direct-wrlte media 
of the prior art), then any substance capable of absorbing IR radiation and converting it to heat would be effective. 

40 Leuco dyes suitable for use in the invention are capable of transferring an electron to a photoexcited dye. This indi- 
cates that the HOMO (highest occupied molecular orbital) of the leuco dye has a higher energy than the LUMO (lowest 
unoccupied molecular orbital) of the photoexcited IR dye. The relationship between the energy of these orbitals is illus- 
trated in Figure 1 of the accompanying drawings. In Figure 1, A represents the relevant orbitals of the IR dye in its 
ground state with the HOMO at energy E and the LUMO at higher energy E*. On photoexcitation. an electron is pro- 

45 moted to the higher energy orbital leaving a vacancy in the tower energy orbital at energy E. which may now be 
desaibed as the LUMO of the photoexcited dye. This is represented by B in the figure. A number of possibilities for the 
energy of the HOMO of the leuco dye (E|©uco) a''® represented by C. If this Eie^co is higher than the energy level E of the 
LUMO of the photoexcited dye (B), an electron is transfen'ed from the HOMO of the leuco to the LUMO of the photoex- 
cited dye. 

50 The ideal situation occurs when ttie IR dye and leuco dye are selected so that E<E|euco<E* so that electron transfer 
from the leuco dye to the IR dye tends to occur when the IR dye is in its photoexcited state. If the energy level of the 
HOMO of the leuco dye is too high. I.e., E|euco greater tiian E\ electron transfer will tend to occur in tiie absence of 
photoexcitation, being energetically favourable. This leads to spontaneous bleaching of the IR dye on mixing of the IR 
dye with the leuco dye. This situation may be alleviated to a certain extent by coating the IR dye and the leuco dye in 

55 separate layers and/or using sterically hindered leuco dyes to inhibit the ground state reaction. 

The relevant energy levels may be estimated by techniques familiar to those skilled in the art, such as molecular 
modelling using appropriate computer software e.g., CAChe. available from Tectronix, or measurements of oxidation 
potential. Altematively or additionally, candidate combinations of IR dye and leuco dye may be screened enrpirically by 
coating roughly equimolar amounts of each on a suitable substrate (in the same or adjacent layers, with or witiiout 
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added binder) and monitoring the absorption spectrum before and after irradiation at or near the absorption maximum 
of the IR dye. Prior to irradiation, there should be a stable, intense IR absorption, with little or no buifcJ up of visible col- 
our. Subsequent to Irradiation, there should be an immediate visible colouration. 

A preferred dass of leuco dye, suitable for use with dyes such as compound (1), are N-acyl or N-sulphonyl deriva- 
5 tives of leuco-phenazlne. -phenoxazine and -phenothlazlne dyes. These have a nucleus of formula 

R11 



15 




in which X represents 



25 o O Ri2 o o 

—A— . — A-N— . — £-0— or —I— : 

30 

Y represents H. NR^R^°, alkoxy, alkylthio. aryloxy. arylthio. alkyl. aryl or halogen; 
Z represents O. S, or NR^^; 
R^^ represents H, alkyl or aryl; 

R^. R^° and R^^ are Independently selected from H, alkyl, aryl, alkytcarbonyl, arylcarbonyl, alkylsulphonyl or aryl- 
35 sulphonyl, or 

R^ and R^° represents the atoms necessary to complete a cyclic structure fused to the nucleus having skeletal 
atoms selected from C, N, O and S; and R^ ^ represents any group which will not prevent oxidative cleavage of the 
X-Nbond. 

40 In the above definitions, alkyl. alkoxy and alkylthio groups contain up to 15. preferably up to 5, car1x)n atoms; and 
aryl. aryloxy arid arylthio groups contain up to 1 0. preferably up to 6, carbon atoms. In the above formula, the rings and 
substltutents may optionally bear one or more additional substitutents, such as alkyl groups, aryl groups Including fused 
aryl rings, hydroxy, alkoxy, thioether, mercapto. nitrile, nitro, halide. ketone, ester, amide and carboxylic acid groups. 
In preferred structures in accordance with Formula II. X represents a carbonyl group and R^"" represents an alkyl 
45 or aryl group, most preferably aryl, such as phenyl or alkoxyphenyl. R^^ may represent a polyvalent residue linking 
together two or more leuco-azine structures. Also In preferred structures. R^ and R^^ represent alkyl groups, Y repre- 
sents NR^R^°, and Z represents O, or NR^^ where R^^ Is alkyl or aryl. 

Leuco dyes of Formula II have been disclosed in connection with thermographic media enploying nitrate salts as 
oxidising agents In US-A-4563415, and in photothermographic media of the "dry silver" type employing silver salts as 
50 oxidising agents in US-A-4594307 and EP-A-0671393 and EP-A'0681210. 

Examples of leuco dyes in accordance with Formula II include the following (with the colour of the corresponding 
dye indicated in brackets):- 



55 



6 



EP0739 748A1 




L4 (magenta) 
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Ph 



> 

— N 




L5 (magenta) 

Leuco dyes of Formula II may be prepared by reduction of the corresponding azine dyes, for example, with sodium 
hydrosulphide and in situ reaction with a compound of formula R^^-X-Ci. where ^ and X have the same meanings as 
before, as described, for example, in US-A-4563415 and references therein. 

Formula !l does not include alt the leuco dyes suitable for use in the invention. Others include:- 




OAc 



L6 (yellow) 

0 
II 

(Ac = CH3C-) 



Compound L6 may be prepared from riboflavin by reduction with Zn/acetic acid followed immediately by acylation 
with acetyl chloride. 

Direct write imaging elements in accordance with the invention comprise a substrate bearing, in one or more 
coated layers, the amine cation radical IR dye as described above in photoreactive association with one or more leuco 
dyes. The substrate may be any suitable dimensionally-stabie material, such as paper or plastic film. A preferred mate- 
rial is polyester film of about 50-200 microns, particularly of about 100 nfticron thickness. 
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"Photoreactive association" means that the IR dye and the leuco dye must be capal)le of reacting with each other 
during laser irradiation of the former. This is clearly possible if both are coated in the same layer, and is also possible 
when they are coated in separate layers, provided the separate layers melt or othenwise permit mixing of the reagents 
at the elevated temperatures generated by laser irradiation. As indicated previously, coating the ingredients in separate 

5 layers can inhibit unwanted ground state reactions. The ingredients may be coated with or without binders, suitable 
binders including polyvinylbutyral, vinyl resins, cellulose esters and the like. In a preferred construction, the leuco dye 
is coated as an underlayer in a binder comprising a vinyl resin such as a copolymer of vinyl chloride and vinyl acetate 
for example, of the type supplied by Union Carbide under the trade name "VYNS". while the IR dye is coated as an 
upper layer in a binder comprising polyvinylbutyral for example, of the type supplied by Monsanto under the tr^e name 

w "Butvar". 

A protective topcoat may be added, which may t>e any transparent material capable of being coated without dis- 
turbing the IR dye/leuco dye layer(s). Since the latter are normally coated from organic solvents such as acetone, MEK 
and the like, preferred topcoats are v^^ter soluble polymers such as polyvinylalcohol or gelatin. 

The IR dye is generally present in an amount sufficient to provide an optical density of at least 0.5 at the intended 

75 imaging wavelength, a thin layer containing a high loading of dye being preferable to a thicker layer with a lower loading 
of dye. The leuco dye is generally present in an amount corresponding to at least one molar equivalent of the IR dye, 
preferably to at least two molar equivalents, most preferably three molar equivalents. It Is a surprising feature of the 
invention that one molecule of IR dye can apparently convert two or more molecules of leuco dyes to the corresponding 
dye when the conversion is. as previously theoretically demonstrated not purely thermal. Depending on the desired col- 

20 our of the generated image, two or more different leuco dyes may be combined in the same coating, for example, to give 
a black image. 

Nitrate salts may be incorporated In the media, especially when the teuco dye is of the type depicted in Formula 11. 
A preferred nitrate salt is nickel nitrate, although any of the nitrate salts disclosed in US-A-4563415 may be used. The 
effect of adding a nitrate salt is to facilitate thermal oxidation of the leuco dye to the corresponding dye, in addition to 
25 the photochemical oxidation mediated by the IR dye. Hence there is an inaease in overall imaging speed, although this 
may be accompanied by a decrease in shelf stability due to the increased thermal sensitivity. Thus, there may be a per- 
ceptible increase in Dmin on prolonged storage before or after imaging. If used, the nitrate salt is preferably coated in 
the same layer as the leuco dye, in an amount corresponding to roughly 50% by weight of the leuco dye. 

Any of the well known coating techniques may be used, such as knife coating, slot coating, roller coating, bar coat- 
30 ing or spin coating. 

fVlaterials In accordance with the invention are imaged by exposure to laser radiation. Any laser emitting in the near 
IR may be used, but diode lasers and YAG lasers are particularly suitable. In ©cposed areas, the at>sorption due to the 
IR dye disappears, to be replaced by a shorter wavelength absorption conesponding to the oxidised form of the leuco 
dye(s) originally present in the coating. No thermal or other type of processing is necessary. Furthermore, the density 

35 of the image produced is directly proportional to the intensity of the laser exposure, and so continuous tone imaging is 
possible. Hence the materials are partrcularty useful in medical imaging applications, for example to record the output 
of digital X-ray equipment, magnetic resonance scanners. CAT scanners and ultrasound scanners. 

Best results are obtained from a relatively high intensity laser exposure, for example, of at least 10^^ pho- 
tons/cm^/sec. For a laser diode emitting at 830 nm, this corresponds approximately to an output of 0.1 W focused to a 

40 20 micron spot. In the case of YAG laser exposure at 1064nm. a flux of at least 3X10^® photons/cm^/sec is prefenred, 
corresponding roughly to an output of 2W focused to a 20 micron spot. 

Any of the known scanning devices may be used, such as flat-bed scanners, external drum scanners or internal 
drum scanners. In these devices, the material to be imaged is secured to the drum or bed for example, by vacuum hold- 
down and the laser beam is focused to a spot of about 20 microns diameter on the IR-absorbing layer. This spot is 

45 scanned over the entire area to be imaged while the laser output is nrKXIulated in accordance with electronically stored 
image information. Two or more lasers may scan different areas of the coating simultaneously, and if necessary, the out- 
put of two or more lasers may be combined optically into a single spot of higher intensity Laser address is normally from 
the coated side, but alternatively may be through the substrate if the latter is transparent to the laser radiation. 

In a further embodiment of the invention, the imaging media of the invention may be used in combination with ther- 

50 mographic media comprising a silver salt and a developer capable of reducing said silver salt. Thermographic media 
based on the reduction to silver metal of tight-insensitive silver salts (such as silver salts of fatty acids) by reducing 
agents (such as gallate esters, hindered phenols etc.) are well known, and provide a black image on a cofourless back- 
ground in response to heat. EP0582144. EP0599369 and WO95/07822 disclosethe incaporatfon of infrared-absorbing 
dyes in such media, enabling address by a scanning laser, absorption of the laser radiation by the IR dye generating 

55 sufficient heat to trigger the redox reaction between the developer and silver salt. Amine cation radical dyes (as used In 
the present invention) are among the IR dyes disclosed as suitable for this purpose. The media disclosed EP0582144, 
EP0599369 and WO95/07822 are of the direct-write type in that image density is generated directly by laser exposure, 
but it is also possible to amplify the directly-formed image by a uniform, post-exposure heat treatment as disclosed in 
European Patent Application No. 9411 5226.6. filed September 27 1994. A problem associated with media of this type 
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is the colour (tone) of the silver image formed. Ideally, this should be a neutral black, but in practice is frequently found 
to be brown, even when toning agents such as phthalazine or phthalazinone are present. When an amine cation radical 
dye is used as the I R absorber, the problem may be solved by additionally incorporating in the media leuco dye capable 
of photoredudng said amine cation radical dye with concomitant generation of a visible dye. in accordance with the 
invention described hereinbefore. The colouration provided by tiie photogenerated dye augments the thermographic sil- 
ver image and serves to modify its tone. Thus, cyan-forming leuco dyes are particularly preferred in this embodiment of 
the invention, as they can convert a yellowish-brown image tone to a pleasing blue-black. Imaging elements in accord- 
ance with this aspect of the invention typically comprise a substrate bearing, in one or more coated layers, a laser- 
imageable direct-write medium as defined previously, which medium additionally corrprising a binder, a silver salt and 
a developer which is a reducing agent for said silver salt. 

The substrate may be any suitable dimensionally-stabie material, as deserved previously, but is preferably a poly- 
ester film with a thickness of about 50 to lOOjim. The binder, silver salt and developer may be selected from the relevant 
materials disclosed in the prior art e.g., as disclosed in EP0582144, EP0599369 and WO95/07822 (which are hereby 
incorporated by reference). Preferred binders are polyvinylbutyral, vinyl resins, acrylic resins, cellulose esters and the 
like. Preferred silver salts are light-insensitive silver salts of organic acids, notably silver behenate. Preferred developers 
are hindered phenols or alkyi esters of hydroxybenzoic acids such as methyl gallate, propyl gallate etc. Other ingredi- 
ents may also be present, such as loners, surfactants, coating aids etc. as described in the prior art. The relative pro- 
portions of the various ingredients are also as described in the prior art. 

All the ingredients may be contained within a single coated layer, or may be distributed over two or more layers. The 
leuco dye and amine cation radical dye constituting the direct-write media of the invention may be coated separately 
from the tiiermographic silver salt media (e.g.. as a topcoat), or may be added to the iayer(s) comprising the thermo- 
graphic media. A preferred construction comprises (in sequence) a transparent polyester film substrate, a first layer 
comprising silver behenate, developer and leuco dye dispersed in a binder, and a second layer comprising I R-absorting 
amine cation radical dye in binder. A protective topcoat (e.g.. of gelatin, poiyvinylacohol etc.) may be added, but is not 
essential. 

Imaging may be carried out using the methods and apparatus detailed earlier. Optionally, the imaged element may 
be subjected to uniform thermal processing (e.g., at about 70 to 130'C for about 5 to 30 seconds) to intensify the silver 
image. 

The invention is hereinafter described by way of example only witii reference to Figure 2 which shows the changes 
in density occurring in the IR and 670 nm region on laser address when addressed off-peak (830 nm) and on-peak (987 
nm). 

EXAMPLES 

In the following examples, IR165 refers to "Cyasorb IRISS" which is a bis(amine cation radical) dye as shown in 
structure (1) above, and was obtained from Glendale Protective Technologies Inc. 

Leuco dyes L1-L6 had the structure shown above, and were prepared from the corresponding dyes by reduction 
followed by acylation in situ, according to known metiiods as disclosed in US-A-4563415, and British patent application 
nos. 9404805.5 and 9404806.3. 

Example 1 

This example compares the ability of various IR dyes to oxidise leuco-phenoxazines to the corresponding dyes as 
a result of laser irradiation. 

The following formulations were coated on unsubbed 100 micron polyester base at 12 micron wet thickness using 
a wire wound bar. and air dried:- 
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Element 
1 


Element 
2(c) 


Element 
3(c) 


2-butanone 


4.0g 


4.0g 


4.0g 


ethanol 


0.4g 


0.3g 


0.4g 


IR165 


0.2g 






Dye A 




0.08g 




DyeB 






O.lg 


L2 


O.OIg 






L3 




0.05g 


0.1g 



(c) = control 



Each coated element had an optical density (OD) at 830nm in the range 1.0-1,8. 
Dye A and Dye B had the following structures:- 



Dye A 




DyeB 

Samples of each coating were mounted on an external drum scanner and imaged with a laser diode delivering 110 
mw at 830nm. focused to a 20 micron spot, then examined spectrophotomethcally. The following table records the 
observed changes in OD, both in the IR and at 670nm, that resulted from line scans at 200 cm/^ec> 
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5 



Element 


Change in OD 




IR 


670nm 


1 


-1.3 


+1.0 


2(c) 


-1.2 


<0.1 


3(c) 


■0.8 


<0.1 



(c) = control 



The results show that all three coatings suffered extensive bleaching in the IR, but only Element 1 showed signif I- 
15 cant conversion of the leuco dye to the coresponding dye. These results are not consistent with a simple thermo- 
graphic mechanism. 

Example 2 

20 This example demonstrates the use of a variety of leuco dyes in the invention. 

Two-layer constructions were prepared by coating unsubbed polyester base with an underlayer comprising a binder 
and leuco dye. air drying, then applying a topcoat of IR165 in a binder. Both coatings were made by wire-wound bar at 
12 microns wet thickness. The layer compositions were as fbllows:- 

25 Underlayer - leuco dye (0.2g), VYNS (0. 1G), 2-butanone (4.4g). 

Toplayer - IR165 (0.2g), BuNar B-76 (O.lg). ethanol (0.4g), 2-butanone (4.0g) 

[VYNS is a vinyl resin supplied by Union Carbide, and Butvar B-76 is a polyvinylbutyral supplied by Monsanto] 

30 

Samples were imaged as described in Example 1, and the following table records the identity of the leuco dyes 
tested, the colour produced in Imaged areas, and the optical density generated by line scans at 200cms/sec:- 



35 



Element 


Leuco 


Dye 
Colour 


OD 


4 


LI 


cyan 


2.4 


5 


L4 


magenta 


1.45 


6 


L5 


magenta 


0.55 


7 


L6 


yellow 


0.6 



45 

Example 3 

This example shows the effect of varying the ratio of IR dye to leuco dye. A first series of coatings were made, sim- 
50 ilar to Element 4 of Example 2 except that the quantity of IR165 in the top layer was varied from O.OIg to 0-20g. 

A second series was also prepared, identical to the first except that the underlayer additionally comprised O.lg 
nickel nitrate. 

Imaging was canried out as described previously, and the following table records the molar percentage of IR dye 
(relative to the leuco) and the con^esponding OD generated at 670nm:- 
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IR DYE (mol%) 


OD(670nm) 


OD(670nm)(with 
NiNOs) 


2 


0.1 


nd 


4 


0.1 


0.55 


8 


0.8 


0.95 


17 


1.2 


2.35 


25 


2.3 


2.45 


33 


2.3 


nd 


nd = not determined 



Sensitivity is seen to increase witti increasing amounts of IR dye until the molar ratio of IR dye to leuco dye reaches 
approximately 1 :3. at which point it levels off. 
20 There is also a clear increase in sensitivity when nickel nitrate is present. 

Example 4 

This example demonstrates the continuous tone properties of media in accordance with the invention. 
25 Samples of Element 4 of Example 2 were imaged as described previously at a number of different scan rates in the 
range 200 - 1000 cm/sec. The absorption spectrum of the exposed coatings were recorded in each case, and Fig. 2(a) 
shows the results. As the scan rate decreased (i.e. energy input increased), there was a progressive build-up of dye 
density at 670nm and a corresponding bleaching of the IR dye absorption band. 

The experiment was repeated using a different laser diode delivering 167mW at 987nm which was more closely 
30 matched to the absorption maximum of IR165. The results are shown in Fig. 2(b). For a given scan rate, the build-up of 
cyan density is greater for exposure at 987 rather than 830nm. Surprisingly, the bleaching of the IR absorption Is less 
efficient, but this does not affect the usefulness of the invention. 

Example 5 

35 

A further sample of Element 4 was imaged via the 830nm laser diode with the laser power modulated during scans 
between 1 mW and 1 1 6mW in 256 steps in accordance with image information at 1 200 dpi in order to simulate contin- 
uous tone exposure. The scan speed was 150 cm/sec. This produced a blue-green image of excellent tonal graduation 
and resolution, with Dmax of 2.4. 
40 The process was repeated using Element 8. which was prepared in identical fashion to Element 4 - 7 except that 
instead of a single leuco dye, the underlayer comprised 0.1g each of LI and L5. In this case a dark blue-grey image 
was obtained, with Dmax 1.2. 

Examples 

45 

This Example demonstrates the combination of direct-write media in accordance with the invention with silver 
behenate thermographic media. 



50 



55 
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The following fbrmuiation was coated on unsubbed polyester base at 36(im wet thickness using a wire-wound bar: 





binder solution 


4.5g 


5 


silver behenate (10%wAtf dispersion in 2-butanone) 


3.0g 




phthalazinone 


0.05g 




leuco dye L1 


0.15g 


10 


methyl gallate 


0.075g 



After air drying, the following solution was applied as a topcoat at ^2\^m wet thickness using a wire-wound bar: 

IS 



binder solution 


0.5g 


IR165 


0.2g 


2-butanone 


5.5g 



For both layers, "binder solution" refers to a 20%w/w solution in 2-butanone of poly(tetrahydrophyranyl methacr- 
25 ylate), prepared as desaibed in WO92/09934. 

Imaging was carried out as described in Example 4 using the 987 nm laser diode source, and the imaged element 
placed in an oven at 85*C for 20 seconds, A dense blue-black image was obtained for scan speeds of 600 cm/sec or 
less. 

A similar element was prepared without the leuco dye, and was subjected to the same imaging and processing rou- 
30 tine. Although a silver image of similar density was obtained, it was noticeably browner in appearance. 

Claims 

1 . A laser-imageable direct write medium comprising an infrared dye in photoreactive association with a leuco dye, in 
35 which inadiation of the medium at a wavelength absorbed by said infrared dye converts said leuco dye to the cor- 
responding dye, characterised in that the said infrared dye comprises a chromophore which is formally the product 
of a one-electron or two-electron oxidation of a p-phenylenediamine or a 4,4 -biphenylenediamine. 

2. A laser-imageable direct write medium according to Claim 1 wherein said infrared dye has a nucleus of formula 1(a) 
40 or 1(b) below:- 



45 



50 
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I (a) 



Kb) 




wherein X is an anion derived from a strong acid; 

R^-R^ are independently selected from H, alkyi groups of up to 15 carbons, heterocyclic groups of up to 10 
atoms selected from C,N,0,S, or R^ together with R^ and/or together with R"* may complete a cyclic struc- 
ture of up to 10 skeletal atoms selected from C.N.O.S, or any of R^ -R^ or R^ and R^ or R^ and R"* may complete 
a ring fused to the phenyl ring to which the relevant N atom is bonded; and 

R^ and R^ independently represent 4-(R^R®N)-C6H4- (where R^ and R® have the same definition as R^-R'*). 
alkyI groups of up to 15 carbons, aryl groups of up to 10 carbons, heterocyclic groups of up to 10 atoms 
selected from C.N.O.S, or R^ together with R^ may complete a cyclic structure of up to 10 skeletal atoms 
selected from C,N,0,S or R^ and/or may complete a ring fused to the phenyl ring to which R^R^N is bonded. 
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3. A laser-imageable direct write medium according to Claim 2 wherein said infrared dye Is selected from:- 




4. A laser-imageable direct write medium according to any preceding claim, wherein said leuco dye is a protected 
leuco dye, preferably an acyl or sulphonyl derivative. 

5. A laser-imageable direct write medium according to Claim 4 wherein said leuco dye has a nucleus of formula II: 




r1(K 

wherein X represents 
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Y represents H, NR^R^", alkoxy, alkylthio. aryloxy, arylthio. alkyt, aryl or halogen; 
Z represents 0, S. or NR^^; 

R^^ represents alkyt or aryl; 

R®, R^° and R^^ are independently selected from H, alkyi, aryl, alkylcarlx)nyi, arylcarbonyl. alkylsulphonyl or 
arytsulphonyl. or 

R^ and R^^ represents the atoms necessary to complete a cyclic structure fused to the nucleus having skeletal 
atoms selected from C, N, 0 and S; and R** ^ represents any group which will not prevent oxidative cleavage of 
the X-N tx>nd. 

A laser-imageabie direct write medium according to Claim 5 wherein: 
X is a caibonyl group 
R^ ^ is an alkyl or aryt group. 

R^ and R^° represent alkyl groups 

Y represents NR^R^°. and 2 represents 0 or NR^^ where R^^ is alkyl or aryl. 

A laser imageable direct write medium according to Claim 5 wherein said leuco dye is selected from 




L1 (cyan) 
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5 



10 




IS 

n=5 L2 (cyan) 
n=10L3(cyan) 




55 L5 (magenta) 
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8. A laser-imageable direct write medium according to Claim 1 wherein said leuco dye is: 



10 



15 



20 




OAc 



30 



L6 (yellow) 



0 
II 

(Ac=CH3C-) 



35 9. A laser-imageable direct write medium according to any preceding claim wherein either: 
said IR dye and said leuco dye are present in the same layer on a substrate or 
said IR dye and said leuco dye are coated in separate layers on a substrate. 

10. A laser-imageable direct write medium according to Claim 9 wherein said dye layer(s) additionally comprise a 
40 binder selected from polyvinylbutyral, vinyl resins and cellulose esters. 

11. A laser-lmageatDle direct write medium according to any preceding claim wherein said leuco dye is present in an 
amount corresponding to at least one preferably at least three, molar equivalent of the I R dye. 

45 1 2. A laser-imageable direct write medium according to any preceding daim additionally comprising a silver salt and a 
developer capable of reducing said silver salt. 

13. A laser-imageable direct write medium according to Claim 12 wherein said silver salt is silver behanate and said 
developer is hindered phenol or alkyi ester of hydroxybenzoic adds. 



50 



14. A method of imaging a photographic medium conprises exposing a laser-imageable direct-write medium accord- 
ing to any preceding daim to laser irradiation. 

15. A method of imaging a photographic medium according to Claim 14 wherein said laser irradiation has an intensity 
of at least 10^^ photons/cm^/sec. 
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Energy 



E*- 



E- 



4 



(A) 



J]V^ (B) 



(C) 
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